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AMENDMENTS TO THE CLAIMS 

1-13. (Canceled) 

14. (Currently Amended) A method of making a woven or knitted fabric 
having corresponding color contrast and surface geometry contrast between first 
regions and second regions in the fabric, said method comprising: 

(a) providing a polyes ter fabric, said fabric having yarns forming a pile, said 
first pile having a first pile height, said fabric having first regions and second regions; 

(b) applying an unfixed p roviding dye to said pil e jfv-aFV4jfrfixed-state-if>t&-sa44 
ya*ns-of said fabric; 

(c) drying said fabric produced in step (b) by application of electromagnetic 
radio frequency energy to the fabric, said drying step being performed under conditions 
sufficient to at least partially dry said fabricjbut without fixing a substantial portion of said 
unfixed dye to said pile of said fabric, 

(d) selectively a pplying a chemical etchi ng agent to said pile ofe tehiag said 
fabric, said agent being an alkaline paste applied to one or more second regions of said 
pile of the fabric and not applied to the first regions of the fabric- ufien-sa4d-^»e4fHa 
wedeter^ned ^atte* 

eompesrttew, said yarn-degrading composition being effective to degrade yarns in said 
second regions, thereby forming in said second regions yarns having a second pile 
height; and 

(e) reacting the chemical etching agent with one or more second regions of the 

p ile of the fabric, thereby etching the yams or fibers in the one or more second region s 

to produ ce yarns or fibers having a se cond height the second height being less than 
thejirst hejg^ 

(fi heating the fabric resultin g from step (e) in a superheated steamer to fix the 
dye to the yarns or fibers in the first and second regions of the pile of the fabric, wherein 
the heating temperature is a bout 180 degrees C; 

{gldrying u the fabric at elevated temperature; 

(h) thereby producing a fabric having a pile on a surface thereof with yarns of the 
s econd re gion exhi biting a different dved colo r t han yarns or fibers of the first regio n; 
^e) fi^ing-sai4^ye4R-^atfM"^and seeor^-regions;- 
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iiithereby forming a fabric having first regions of a first pile height and second 
regions of a second pile height, said second pile height being less than said first pile 
heigh t and each of said re spec tive regions having res p ective first a nd second A L * 
values, and the difference between the firefgenerati^^ 




fe^Rs-^id-said-seGond-regionSr, 

1 5. (Currently Amended) The method of claim 14 wherein said color contrast 
A L* value is at least about 25 percen t difference in color c on trast between said fir st 
and second regions. 

16-21. (Canceled) 

22. (Currently Amended) A method for making a fabric having regions 
exhibiting different pile heights and a color contrast between said regions exhibiting 
different pile height, the method comprising the steps of: 

(a) providing a polyester fabric having a pile on afcleast one side thereof, said 
pile comprising a plurality of yarns or fibers having a first height, 

(b) applyingjnjuTag^ an unfixed dye to said pile of said fabric, 

(c) drying said fabric produced in step (b) by application of electromagnetic 
radio freq uency energ y to the fabric , said drying step being performed under conditions 
sufficient to at least partially dry said fabric but without fixing a substantial portion of said 
unfixed dye to said pile of said fabric,. 

(d) selectively applying a chemical etching agent to said pile of said fabric, 
said chemical etching agent being an alkaline paste, the a gent being applied to one or 
more second regions of said pile of said fabric and not applied to one or more first 
regions of said pile of said fabric, 

(e) reacting said chemical etching agent with said one or more second 
regions of said pile of said fabric, thereby etching said yarns or fibers in said one or 
more second regions to produce yarns or fibers having a second height, said second 
height being less than said first height, and 




w^hi^PoWdes a pr e determined positiv e-A L * value an d the second A L * value is 
equal to about 10% or more of the total first A L * value , ^rfefef^^-ige^^efv^a^^ 
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(f) heating said fabric produced in step (e ) in a superheated steamer to fix 
said dye to said yarns or fibers in said first and second regions of said pile of said fabric, 

said heating temperature being at least abou t 1 SO degrees C; 

fa) washing the fabric to remove residual chemical etching a gent and u nfixed 
dye remaining on the fabric; and 

(h) drying the fabric at elevated tempe rature:, 

iQlthereby producing a fabric having a pile on a surface thereof, said pile 
comprising a plurality of yarns or fibers in one or more first regions having a first height 
and one or more second regions having a second height, said second height being less 
than said first height, and said yarns or fibers in said second region exhibiting a different 
color than said yams or fibers in said first region; 

(j) wherein the yarns or fibers in the first region exhibit a first L* value, the yams 
or fibers in the second region exhibit a second L* value, and the difference between (he 
first L* value and the second L* value is equal to about 10% or more of the first L* value , 

23-25 (Canceled). 
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